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Method for mixing and homogenisation of binding agents and additives 
Field of the invention 

The present invention relates to a method for mixing and homogenisation of binding 
agents and additives in particular formulated for use in the production of panels from 



organic fibres. 



Background o f the invention 

Known coies for doors, partitions, furniture and the like consist mostly of cardboard 
chip board or wood, as it is common to use cores made from cardboard, if it concern 
very easy and cheap constructions, for instance door plates; while the normal alternative 
15 if more strength is needed, is chip board, which in return involve a more expensive ana 
more heavy construction, for instance of plates for doors and furniture. 

A known method for production of cores of the above-mentioned type makes it possible 
to produce improved cores, which are easy to optimize for the actual use, and which are 
easy to mtegtate in relation to the form in the finished item, for instance profiled plates 
for doors or furniture, where biomass is used as filling material, for instance in form of 
straw and stalks, and where a binding agent is used, mainly consisting of either UF-glue 
(urea-formaldehyd) or MUF-glue (melamin uiea-formaldehyd), together with a foaming 
agent 6 



This known method may be such modified that the core is form-pressed between pre- 
fabricated shells with desired shape corresponding to the profiling of the finished door 
plate or furniture plate. For special situations pre-fabricated shells having asymmetric 
profiling may be used - for instance in such a manner that door plate or furniture plate 
M are having a plane inner side and a profiled outer side. 

Furthermore it is known to produce a core in accordance with this known method and 
provided as a form-pressed mainly plate-shaped item, where the filling material consists 
of biomass, for instance in form of disintegrated straw and stalks, and where the binding 
agent mainly consists of UF-glue or MUF-glue, to which a foaming agent is added. 

This known core is provided as a form-pressed plate, which after the hardening is milled 
m shape for use in profiled doore and furniture plates. Or this known core may 
furthermore be provided as a laminate as the core is form-pressed between pre-fabricated 
shells with shape corresponding to the desired profiling of the finished door plate or 
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furniture plate. Alternatively this known core may be such provided, that the filling 
material is partly disintegrated, preferably in bundles of fibre so that the core has a 
uniform pore structure (dentity profile). 

5 Brief descr iption of the invention 

According to the invention the method for mixing and homogenisation of binding 
agents and additives in particular formulated for use the production of panels made 
from organic fibres and comprises the following method steps: 

• dosing water-soluble UF/MUF resin in the range of 90% by weight, 
10 • dosing water-soluble hardener agent in the range of 5% by weight, 

• dosing not water-soluble penetration agent in the range of 2-5% of weight, 

• dosing not water-soluble foaming agent in the range of 2-5% of weight, 

• continuous dosing these fluids into a collective tube leading to a common dy- 
namic mixing and homogenisation unit, and 

• operation said dynamic and homogenisation unit until a homogeneous and ac- 
tivated resin mixture is effected, so that said mixture having a structure like an 
emulsion containing wax penetration micro drops. 
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By applying this homogeneous and activated (processed) resin mixture to organic fi- 
bres for instance in the form of disintegrated straw and stalks it is possible due to the 
micro sphere structure of the processed resin mixture to produce lighter particleboards 
compared to conventional technology, because the use of the processed resin mixture 
result a better distribution of the binder and a better wax penetration on disintegrated 
straw and stalks due to the forming of micro spheres between the fibres. 

In order to obtain the best possible homogeneous and best mutual distribution of the 
different fluid components by the method according to the invention use is made of 
automatic regulated dosing pumps for the said dosing of each of said fluids extending 
in a common collective tube leading to said common dynamic mixer. 

By the method according to the invention use is made of ammonium sulphate or am- 
monium chloride as hardener agent. 
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By the method according to the invention use is made of diphenylmethandiisocyanate 
as a penetration agent and polyols as a foaming agent. 
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Brief description of the drawing 

The accompanying drawing shows a diagram illustrating the mixing and homogenisa- 
tion process for me preparation of UF/MUF resins especially formulated for panel 
production based on organic fibres. 



Detailed description of the invention 

In the following the method according to the invention is described in more detail in 
connection with the following examples: 

Example 1 : 

By continuous dosing use is made of automatic regulated dosing pumps for the said 
dosing of each of the following fluids into a collective tube leading to a common dy- 
namic mixing and homogenisation unit: Water-soluble UF/MUF resin in the range of 
90% by weight, water-soluble hardener agent in the range of 5% by weight, not water- 
soluble penetration agent in the range of 2-5% of weight and not water-soluble foam- 
ing agent in the range of 2-5% of weight, consequence operation said dynamic and 
homogenisation unit until a homogeneous and activated resin mixture is effected, so 
that said mixture having a structure like an emulsion containing wax penetration micro 
drops. 

Example 2: 

By continuous dosing use is made of automatic regulated dosing pumps for the said 
dosing of each of the following fluids into a collective tube leading to a common dy- 
namic mixing and homogenisation unit: Water-soluble UF/MUF resin in the range of 
90% by weight, water-soluble hardener agent in the form of ammonium sulphate or 
ammonium chloride in the range of 5% by weight, not water-soluble penetration agent 
in the form of diphenylmethandiisocynanate in the range of 2-5% of weight, and not 
water-soluble foaming agent in the form of polyols in the range of 2-5% of weight, 
consequence operation said dynamic and homogenisation unit until a homogeneous 
and activated resin mixture is effected, so that said mixture having a structure like an 
emulsion containing wax penetration micro drops. 
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Example 3: 

By continuous dosing use is made of automatic regulated dosing pumps for the said 
dosing of each of the following fluids into a collective tube leading to a common dy- 
namic mixing and homogenisation unit: Water-soluble UF/MUF resin in the range of 
90% by weight, water-soluble hardener agent in the range of 5% by weight, not water- 
soluble combined penetration and foaming agent in the range of 3-6% of weight, con- 
sequence operation said dynamic and homogenisation unit until a homogeneous and 
activated resin mixture is effected, so that said mixture having a structure like an 
emulsion containing wax penetration micro drops. 



In other words the described mixing and homogenisation process for UF/MUF resins 
especially formulated for panel production based on organic fibres is a combination of 
15 chemical reactions of a fluid mix and strong mechanical action of the same. The result 
is a reacted homogeneous resin mix consisting of normal non-mixable fluids. 

i 

The formulation controls the following parameters: 

• Reaction speed 

20 # Penetration of natural wax layer of straw or organic fibres 

• Foaming effect and foaming of micro spheres 
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1. A method for mixing and homogenisation of binding agents and additives in par- 
ticular formulated for use the production of panels made from organic fibres and com- 
prising the following method steps: 

• dosing water-soluble UF/MUF resin in the range of 90% by weight, 

• dosing water-soluble hardener agent in the range of 5% by weight, 
dosing not water-soluble penetration agent in the range of 2-5% of weight, 
dosing not water-soluble foaming agent in the range of 2-5% of weight, 

• continuous dosing these fluids into a collective tube leading to a common dy- 
namic mixing and homogenisation unit, and 

• operation said dynamic and homogenisation unit until a homogeneous and ac- 
tivated resin mixture is effected, so that said mixture having a structure like an 
emulsion containing wax penetration micro drops. 

2. A method according to claim I, characterized m that use is made of auto- 
matic regulated dosing pumps for the said dosing of each of said fluids. 

3 . A method according to claim \, characterized m. that use is made of 
20 ammonium sulphate as hardener agent. 

4. A method according to claim \, characterized va that use is made of 
ammonium chloride as hardener agent. 



5. A method according to claim 1, c h a r a c t e r i z e d in that use is made of poly- 
urethane iso-cyanate as a combined penetration and foaming agent. 

6. A method according to claim 1, c h a r a c t e r i z ed in that use is made of polyols 
as foaming agent. 

7. A method according to claim 1 , c h a r a c t e r i z e d in that use is made of di- 
phenylmethandiisocyanate as penetration agent. 
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